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JEWELRY & ENAMELING

PROCESSES

Polishing

Coloring
p. 72

Polish with a felt buffing wheel and tripoli.
Polish with a cloth or chamois buffing wheel
and rouge.

Color with potassium sulphide solution,

Rub with whiting and a soft cloth to remove

excess color.

Buff with a chamois or soft cloth buffing wheel.

SET OF BRACELETS

Take any width silver for the band and proceed
as above.

The band may be sawed in sections after the
units have been soldered and several bracelets
may thus be made.